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Amendments to the Claims: 
This listing of claims will replace all prior versions, add listings, of claims in the 
application: 

Listing of Claims : 
Claims 1 - 16 (CANCELED). 

Claim 17 (CURRENTLY AMENDED): A non-flotation process for deinking 
recycled newsprint comprising adding a deinking composition that is solid at room temperature 
uumjrioiiiL nun nr mrr — to a recycled newsprint pulp stream in a washing stage and 
separating ink released by the recycled newsprint the composition comprising active ingredients 
consisting of ^footanto inomdiiib ot luaui 50% Tiy w i ififrt nnpod on tho total mofchr mf 
ju if aot antp af non iom'tJ, nlir^" 4 ^ nnrmn-latao oonoiotiim uuuontially of 

alkoxylates of the following structure: 

n O {Clh CMj (CIIi CH(CH ^^QW^? 
K-0-(CH»-CH7-0UI. 

wherein R is a straight chain or branched chain alky! ^roup of from about 16 to about 1 8 carb ons 
«ntn« ^mahout 18 to about 25. CIO C2S nBryl g-nup, n io from 1 1 tn 10 uml m io frnm 0 tn 

Claim 18: (CANCELED) 
Claim 19: (CANCELED) 
Claim 20: (CANCELED) 
Claim 21: (CANCELED), 

Claim 22: The process according to Claim 17, wherein the alkoxylates are 

saturated 

Claim 23 (CANCELED). 

Claim 24: (CURRENTLY AMENDED) The process according to Claim 17, 
wherein R is a straight chained, C16-C18 €3$ alkyl group. 
Claim 25: (CANCELED). 

Claim 26: The process according to Claim 17, wherein the alkoxylates are based 
on primary or secondary alcohols. 
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Claim 27: (CANCELED), 
Claim 28: (CANCELED). 

Claim 29: The process according to Claim 17, wherein the recycled Bewsprint 
pulp stream further comprising from 0 to about 25% by weight of one or more fatty acids based 
on the total weight of surfactants. 

Claim 30: The process according to Claim 29, wherein said one or more fatty 
acids are selected from the group consisting of lauric acid, oleic acid, stearic acid, tall oil fatty 
acid, tallow fatty acid, coconut fatty acid, and mixtures thereof. 

Claim 31: (CURRENTLY AMENDED) The process according to Claim 17, 
wherein the alkoxylates are present in an amount from about 0,3% to about 0.7% by weight 
based on the oven-dry weight of the wootopapor newsprint. 

Claim 32: (CURRENTLY AMENDED) The process according to Claim 17, 
wherein the recycled newsprint pulp stream is at a pH of from about 7 to about 10 grantor than 7 

Claim 33 (CURRENTLY AMENDED) In a non-flotation process for making 
recycled paper from recycled newsprint pulp that uses less sizing agents to produce paper with 
the same level of water repellency, the improvement comprising: adding a deinking composition 
that is solid at room temperature oompiiping one Of moro omfaottmtn to a recycled newsprint pulp 
stream in a washing stage and separating ink released by the recycled newsprint, the composition 
r-nmpTism p active ingredients consisting of ourfaotanto non-ionic, aliphatic, monohydric alcohol 
surfactant alkoxylates oonoipting ooouutially of gllmtylfltm of the following structure: 

R,Q-rCH r CH,-0\,H. 

wherein R is a straight chain or branched chain alkvl group of from about 16 to about 18 carbons 
and n is from about 18 to about 25. C l C C33 nJlcyi fcfouui n k from It to 10 and nrio from Q*> 
about 6 t -wherein the process produces paper using less sizing agents. 

Claim 34 (CANCELED). 

Claim 35: (CANCELED) 

Claim 36 (CANCELED). 

Claim 37 (CANCELED). 



3 

PAGE 4/7*RCVD AT 6/3/2004 2:50:20 PM [Eastern Daylight Time] * SVR:U$PTO-EFXRF-3/25 * DNIS:2731311 * CSID:4M 572 5145 * DURATION (mm-s$):02-22 



JUN 03 2004 14:53 FR KING AND SPfiLD I NG 404 572 5145 TO 5559tt 09328 8 1 05 00 P . 05 



Serial No. 09/699,303 
Third Amendment After Final 
June 3, 2004 



Claim 38 (CANCELED). 

Claim 39 (CURRENTLY AMENDED): A non-flotation process for drinking 
wastepaper comprising adding a deinking composition that is solid at room temperature 
uumoiipiiiC ono m nrr rrr*"*™*" to a recycled newsprint pulp stream in a washing stage and 
separating ink released by the recycled newsprint, the uurfaotonto moulding c omposition 
min prising active ingredients consisting of non-ionic, aliphatic, monohydric alcohol fiurfactant 
alkoxylates oemoioting oouontially of olliortylnfrw of the following structure: 

R-CMCH?-CH r CnnH t 

wherein R is a straight chain or branched chain nlkvl groiro of from about 16 to about 18 carbons 
and n is from ahout 18 to about 25 C1C C3Ji uUcyl gnn»pj n iu flam 1 1 to 10 and ui in from 0 to 



Claim 40: (CANCELED) 
Claim 41 (CANCELED). 
Claim 42 (CANCELED), 

Claim 43 (CURRENTLY AMENDED) A non-flotation process for deinking 
recycled newsprint comprising adding a deinking composition oomprioing - ono or moro 
ourfaotnnto that is solid at room temperature to a recycled newsprint pulp stream in a washing 
stage and separating ink released by the recycled newsprint, the exposition comprising active 
ingredients consisting of ourfaotonto inoluding at looat 50% by weight boood ' Oii tho total weight 
af ourfaotanto ?f aliphatic, monohydric alcohol surfactant alkoxylates of the following 

structure: y 

R O (Clfr Glh 0% (C1U CIKCI T J 0 ) , „ fife 
R-Q-fCH r CH,-OUL 

wherein R is a straight chain or branched chain CI 8 alkyl group, and n is 21 and m io from 0 to 
Claim 44: (CANCELED). 

Claim 45 : The process of claim 43, wherein R is a straight chain. 



4 



PAGE 5/7 * RCVD AT 613/2004 2:50:20 PM [Eastern Daylight Time] * SVR: USPTO-EFXRF-3/25 ' DNIS:273131 1 * CSID:404 572 5U5 * DURATION (mm-ss):02-22 



